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[Designation of Document] Claims 



[Claim 1] An ink composition comprising at least 
water, a cyan dye represented by formula (I) shown below, 
and an aromatic compound having a carboxyl group and/or a 
salt thereof: 
Formula (I) : 
[Chem. 1] 




(wherein Xi, X2, X3 and X4 each independently represents 
either -SO~Z or -SOa-Z^ wherein each Z independently 
represents a substituted or unsubstituted alkyl group, a 
substituted or unsubstituted cycloalkyl group, a substi- 
tuted or unsubstituted alkenyl group, a substituted or 
unsubstituted aralkyl group, a substituted or unsubstituted 
aryl group or a substituted or unsubstituted heterocyclic 
group; 
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Yi, Y2, Y3 and Y4 each independently represents a 
hydrogen atom, a halogen atom, an alkyl group, a cycloalkyl 
group, an alkenyl group, an aralkyl group, an aryl group, a 
heterocyclic group, a cyano group, a hydroxy group, a nitro 
group, an amino group, an alkylamino group, an alkoxy group, 
an aryloxy group, an amido group, an arylamino group, a 
ureido group, a sulf amoylamino group, an alkylthio group, 
an arylthio group, an alkoxycarbonylamino group, a 
sulfonamide group, a carbamoyl group, an alkoxycarbonyl 
group, a heterocyclic oxy group, an azo group, an acyloxy 
group, a carbamoyloxy group, a silyloxy group, an 
aryloxycarbonyl group, an aryloxycarbonylamino group, an 
imido group, a heterocyclic thio group, a phosphoryl group, 
an acyl group or an ionic hydrophilic group, and each group 
may further have a substituent; 

ai to a4 and bi to b4 each represents the number of 
substituents Xi to X4 and to Y4, ai to 34 each independently 
represents an integer of 0 to 4, provided that ai to a4 all 
are not 0 at the same time, and bi to b4 each independently 
represents an integer of 0 to 4; and 

M represents a hydrogen atom, a metal element or an 
oxide, hydroxide or halide thereof; 

provided that at least one of Xi, X2f X3, X4, Yi, Y2, 
Y3 and Y4 is an ionic hydrophilic group or a group having 
an ionic hydrophilic group as a substituent) . 
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[Claim 2] The ink composition as claimed in claim If 
wherein the cyan dye represented by formula (I) is 
represented by the following formula (II) : 
Formula (II) : 



[Chem. 2] 




R3 



(wherein M has the same meaning as in formula (I) r to R4 
each independently represents -SO2Z, and Z has the same 
meaning as in formula (I), provided that at least one of 
four Z's has an ionic hydrophilic group as a substituent) . 

[Claim 3] The ink composition as claimed in claim 2, 
wherein said cyan dye is a cyan dye of formula (II) where M 
is a copper element and Z having an ionic hydrophilic group 
is a sulfoalkyl group. 
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[Claim 4] The ink composition as claimed in claim 3, 
wherein the counter cation of said sulfoalkyl group is a 
lithium cation. 

[Claim 5] The ink composition as claimed in any one 
of claims 1 to 4, wherein said aromatic compound having a 
carboxyl group and/or a salt thereof is an aromatic 
compound having one carboxyl group and/or a salt thereof. 

[Claim 6] The ink composition as claimed in any one 
of claims 1 to 5, wherein said aromatic compound having a 
carboxyl group and/or a salt thereof is a compound having a 
naphthalene skeleton and/or a salt thereof . 

[Claim 7] The ink composition as claimed in claim 6, 
wherein said compound having a naphthalene skeleton and/or 
a salt thereof is a compound having a carboxyl group and 
an -OR group (wherein R is a hydrogen atom or an alkyl 
group having a carbon number of 1 to 6) on the naphthalene 
skeleton. 

[Claim 8] The ink composition as claimed in claim 7, 
wherein said compound having a naphthalene skeleton and/or 
a salt thereof is a compound having one carboxyl group and 
one -OR group (wherein R is a hydrogen atom or an alkyl 
group having a carbon number of 1 to 6) on the naphthalene 
skeleton. 

[Claim 9] The ink composition as claimed in any one 
of claims 6 to 8, wherein said compound having a 
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naphthalene skeleton and/or a salt thereof is a compound 
having a carboxyl group at its 2-position and/or a salt 
thereof. 

[Claim 10] The ink composition as claimed in claim 9, 
wherein said compound having a carboxyl group at its 2- 
position and having a naphthalene skeleton and/or a salt 
thereof is at least one member selected from a l-hydroxy-2- 
naphthoic acid, a 2-naphthoic acid, a 3-hydroxy-2-naphthoic 
acid, a 6-hydroxy-2~naphthoic acid, a 3-methoxy-2-naphthoic 
acid, a 6-methoxy-2-naphthoic acid, a 6-ethoxy-2-naphthoic 
acid, a 6"-propoxy-2-naphthoic acid, and a salt thereof. 

[Claim 11] The ink composition as claimed in any one 
of claims 1 to 10, wherein said salt is a lithium salt. 

[Claim 12] The ink composition as claimed in any one 
of claims 1 to 11, which comprises said aromatic compound 
having a carboxyl group and/or a salt thereof in an amount 
of 0.1 to 10 wt% based on the entire amount of the ink 
composition* 

[Claim 13] The ink composition as claimed in any one 
of claims 1 to 11, wherein the content ratio of said cyan 
dye and said aromatic compound having a carboxyl group 
and/or a salt thereof is from 1:0.1 to 1:10 in terms of the 
weight ratio. 
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[Claim 14] The ink composition as claimed in any one 
of claims 1 to 13, which further comprises a nonionic 
surfactant. 

[Claim 15] The ink composition as claimed in claim 
14, wherein said nonionic surfactant is an acetylene 
glycol-based surfactant. 

[Claim 16] The ink composition as claimed in claim 
14 or 15, which comprises said nonionic surfactant in an 
amount of 0.1 to 5 wt% based on the entire amount of the 
ink composition. 

[Claim 17] The ink composition as claimed in any one 
of claims 1 to 16, which further comprises a penetration 
accelerator . 

[Claim 18] The ink composition as claimed in claim 
17, wherein said penetration accelerator is a glycol ether. 

[Claim 19] The ink composition as claimed in any one 
of claims 1 to 18, wherein the pH of the ink composition at 

ZO^'C is from 8,0 to 10.5. 

[Claim 20] The ink composition as claimed in any one 
of claims 1 to 19, which is used in an Inkjet recording 
method. 

[Claim 21] The ink composition as claimed in claim 
20, wherein said Inkjet recording method is a recording 
method using an Inkjet head which forms an ink droplet by 
mechanical deformation of an electrostrictive element. 
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[Claim 22] An Inkjet recording method comprising 
ejecting a liquid droplet of an ink composition, and 
attaching said liquid droplet onto a recording medium, 
thereby performing the recording, wherein the ink 
composition used is the ink composition claimed in any one 
of claims 1 to 21. 

[Claim 23] Recorded matter which is recorded by 
using the ink composition claimed in any one of claims 1 to 
21 or recorded by the recording method claimed in claim 22. 
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[Designation of Document] Specification 
[Title of the Invention] 

Ink Composition, Inkjet Recording Method Using the Same and 
Recorded Matter 
[Technical Field] 
[0001] 

The present invention relates to an ink composition 
suitable for Inkjet recording, particularly, an ink 
composition excellent in the anti-bronzing property, and 
also relates to an Inkjet recording method using the ink 
composition and recorded matter which is recorded by the 
recording method* 

[Background Art] 

[0002] 

Inkjet recording is a method of recording a letter or 
an image (hereinafter sometimes simply referred to as an 
"image") on the surface of a recording medium by ejecting 
an ink composition in the form of small liquid droplets 
from fine nozzles. Examples of the Inkjet recording system 
used in practice include a method of converting an 
electrical signal into a mechanical signal by the use of an 
electrostrictive element and intermittently ejecting an ink 
composition stored in the nozzle head part, thereby 
recording a letter or an image on the surface of a 
recording medium, and a method of rapidly heating an ink 
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composition stored in the nozzle head part at the portion 
very close to the ejection part to generate a bubble and 
intermittently ejecting the ink composition due to volume 
expansion caused by the bubble, thereby recording a letter 
or an image on the surface of a recording medium. 
[0003] 

From the aspect of safety and printing property, the 
ink composition for Inkjet recording is generally produced 
by dissolving various types of dyes in water, an organic 
solvent or a mixed solution thereof and as for various 
properties of the ink composition, strict conditions are 
required as compared with the ink composition for a writing 
tool such as fountain pen and ballpoint pen. . 
[0004] 

In particular, an Inkjet printer is recently starting 
to be employed in the preparation of printed matter for 
advertisement and at the time of forming a color image by 
using a plurality of ink compositions, severer requirements 
are made. 

This is because in a color image formed by using a 
plurality of ink compositions, if there is even one color 
having poor color hue, the color hue impairs the color 
balance of the image as a whole and a high-quality image 
can be hardly obtained. 
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Particularly, in the case of an ink composition using 
a metal phthalocyanine-based dye as the coloring material, 
a phenomenon that the portion of high-duty printing such as 
solid printing (fill printing of 100% duty) looks reddish 
(hereinafter referred to as a "bronzing phenomenon") 
sometimes occurs. This gives rise to non-uniform color 
balance as the entire image and reduction in the image 
quality, and improvements are demanded. 

Furthermore, many gloss paper sheets are recently 
employed as the recording medium having a texture close to 
the photographic touch, but due to a bronzing phenomenon 
caused by a specific color, the gloss feeling on the 
printed matter surface fluctuates to seriously impair the 
texture of image. Therefore, also from the standpoint of 
maintaining the gloss feeling of the entire image, 
improvements are keenly demanded. 
[0005] 

The printed matter prepared by using the above- 
described ink composition is disposed not only indoors of 
course but also outdoors sometimes and exposed to various 
lights (including sunlight) and outside airs (e.g., ozone, 
nitrogen oxide, sulfur oxide), and attempts are being made 
to develop an ink composition excellent in the fastness to 
light and gas, but the bronzing phenomenon is outstanding 
particularly in the case of using a cyan ink composition 
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improved in the gas fastness. In this respect, improve- 
ments are demanded. 
[0006] 

In the case where a dye having poor solubility in 
water is used in the ink composition for inkjet recording 
a so-called bronzing phenomenon is known to occur when 
printing is performed on a recording medium having strong 
acidity. 

In order to solve this problem;, addition of alcohol 
amines as a pH maintaining agent or elevation of , 
penetrating force into paper is generally employed. The 
bronzing phenomenon is considered to fundamentally occur 
due to crystallization of a dye resulting from drying of 
the ink composition on the paper surface, and the above- 
described methods are effective from the standpoint of 
elevating the solubility to prevent the crystallization or 
attaining penetration into paper before the crystallization 
proceeds. However, in the former, the pH readily elevates 
to the vicinity of 11 by the addition of alcohol amines and 
this may cause corrosion of nozzles of the printer or may 
adversely affect the human body. In the latter, if the 
penetrability is excessively intensified, a so-called 
bleeding phenomenon and other adverse effects on the 
printing quality may be brought about. Therefore, these 
methods are not almighty measures* 
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As an alternative to these ink compositions, an ink 
composition where 2-oxo-oxaz'olidone or 1, 3-bis (p-hydroxy- 
ethyDurea is added for solving those problems has been 
proposed (see, for example, patent dociiment 1) . 

Also, an ink composition where a basic amino acid is 
added with an attempt to solve those problems has been 
proposed (see, for example, patent document 2) . 

However, it is regrettably found from the results of 
various investigations and studies by the present inventors 
that even if these techniques are employed, in the case of 
an ink composition using a cyan dye excellent in the 
fastness (light fastness, gas fastness) of printed matter, 
which is intended to attain in the present invention, there 
is obtained no effect on the elimination or reduction of a 
bronzing phenomenon. 
[0007] 

[Patent Document 1] JP 6-25575 A 

[Patent Document 2] JP 7-228810 A 

[Disclosure of the Invention] 
[Problems to be solved by the Invention] 
[0008] 

The present invention has been made under these 
circumstances, and an object of the present invention is to 
provide an ink composition capable of giving printed matter 
excellent in the fastness {mainly, gas fastness and light 
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fastness) • Another object of the present invention is to 
provide an ink composition further improved in aspects of 
the bronzing phenomenon- A still other object of the 
present invention is to provide an ink composition further 
improved in aspects of the clogging resistance. A yet 
still other object of the present invention is to provide 
an Inkjet recording method using the ink composition and 
recorded matter which is recorded by the recording method. 
[Means to solve the problems] 
[0009] 

The present inventors have continuously made studies 
and investigations on the light fastness, gas fastness, 
prevention of bronzing phenomenon and the like of various 
known cyan dyes, as a result, it has been found that when 
an aromatic compound having a carboxyl group and/or a salt 
thereof is added to an ink composition containing a cyan 
dye, the improvement effect is higher for a specific cyan 
dye- and further that when the salt of the compound having a 
carboxyl group added is a lithium salt, remarkably 
excellent improvement is obtained not only in the bronzing 
phenomenon but also in the clogging resistance. The 
present invention has been accomplished based on these 
findings. 
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[0010] 

That is, the above-described objects have been 
attained by the following inventions. 

(1) An ink composition comprising at least water, a 
cyan dye represented by formula (I) shown below, and an 
aromatic compound having a carboxyl group and/or a salt 
thereof: 
[0011] 

Formula (I) : 
[Chem, 3] 




[0012] 

(wherein Xi, X2, X3 and X4 each independently represents 
either -SO-Z or -SO2-2, wherein each Z independently 
represents a substituted or unsubstituted alkyl group, a 
substituted or unsubstituted cycloalkyl group, a substi- 
tuted or unsubstituted alkenyl group, a substituted or 
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unsubstituted aralkyl group, a substituted or unsubstituted 
aryl group or a substituted or unsubstituted heterocyclic 
group; 

Yi, Y2, Y3 and Y4 each independently represents a 
hydrogen atom, a halogen atom, an alkyl group, a cycloalkyl 
group, an alkenyl group, an aralkyl group, an aryl group, a 
heterocyclic group, a cyano group, a hydroxy group, a nitro 
group, an amino group, an alkylamino group, an alkoxy group, 
an aryloxy group, an amido group, an arylamino group, a 
ureido group, a sulf amoylamino group, an alkylthio group, 
an arylthio group, an alkoxycarbonyl amino group, a 
sulfonamide group, a carbamoyl group, an alkoxycarbonyl 
group, a heterocyclic oxy group, an azo group, an acyloxy 
group, a carbamoyloxy group, a silyloxy group, an 
aryloxycarbonyl group, an aryloxycarbonylamino group, an 
imido group, a heterocyclic thio group, a phosphoryl group, 
an acyl group or an ionic hydrophilic group, and each group 
may further have a substituent; 

ai to a4 and bi to b4 each represents the number of 
substituents Xi to X4 and Yi to Y4, ai to a4 each 
independently represents an integer of 0 to 4, provided 
that ai to a4 all are not 0 at the same time, and bi to b4 
each independently represents an integer of 0 to 4; and 

M represents a hydrogen atom, a metal element or an 
oxide, hydroxide or halide thereof; 
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provided that at least one of Xi, X2, X3/ X4, Yi, 
Ys and Y4 is an ionic hydrophilic group or a group having 
an ionic hydrophilic group as a substituent) • 

(2) The ink composition as described in (1)/ 
wherein the cyan dye represented by formula (I) is 
represented by the following formula (II) : 
[0013] 

Formula (II) : 

[Chem. 4] 

,^1 




R3 



[0014] 

(wherein M has the same meaning as in formula {!) r Ri to 
each independently represents -SO2Z, and Z has the same 
meaning as in formula (I), provided that at least one of 
four Z's has an ionic hydrophilic group as a substituent). 
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(3) The ink composition as described in (2)^. 
wherein the cyan dye is a cyan dye of formula {II) where M 
is a copper element and Z having an ionic hydrophilic group 
is a sulfoalkyl group. 

(4) The ink composition as described in (3), 
wherein the counter cation of the sulfoalkyl . group is a 
lithium cation. 

[0015] 

(5) The ink composition as described in any one of 
(1) to (4), wherein the aromatic compound having a carboxyl 
group and/or a salt thereof is an aromatic compound having 
one carboxyl group and/or a salt thereof • 

[0016] 

{6) The ink composition as described in any one of 
(1) to (5), wherein the aromatic compound having a carboxyl 

group and/or a salt thereof is a compound having a 

naphthalene skeleton and/or a salt thereof- 
[0017] 

(7) The ink composition as described in (6), 
wherein the compound having a naphthalene skeleton and/or a 
salt thereof is a compound having a carboxyl group and 
an -OR group (wherein R is a hydrogen atom or an alkyl 
group having a carbon number of 1 to 6) on the naphthalene 
skeleton. 
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{8) The ink composition as described in (7), 
wherein the compound having a naphthalene skeleton and/or a 
salt thereof is a compound having one carboxyl group and 
one -OR group (wherein R is a hydrogen atom or an alkyl 
group having a carbon number of 1 to 6) on the naphthalene 
skeleton. 

(9) The ink composition as described in any one of 
(6) to (8), wherein the compound having a naphthalene 
skeleton and/or a salt thereof is a compound having a 
carboxyl group at its 2-position and/or a salt thereof - 
[0018] 

(10) The ink composition as described in (9), 
wherein the compound having a carboxyl group at its 2~ 
position and having a naphthalene skeleton and/or a salt 
thereof is at least one member selected from a l-hydroxy-2~ 
naphthoic acid, a 2-naphthoic acid, a 3-hydroxy-2-naphthoic 
acid, a 6-hydroxy-2-naphthoic acid, a 3"methoxy-2-naphthoic 
acid, a 6-methoxy~2-naphthoic acid, a 6"-ethoxy-2-~naphthoic 
acid, a 6-propoxy-2 -naphthoic acid, and a salt thereof. 

(11) The ink composition as described in any one of 
(1) to (10), wherein the salt is a lithium salt. 

[0019] 

(12) The ink composition as described in any one of 
(1). to (11), which comprises the aromatic compound having a 
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carboxyl group and/or a salt thereof in an amount of 0.1 to 
10 wt% based on the entire amount of the ink composition. 
[0020] 

(13) The ink composition as described in any one of 
(1) to (12), wherein the content ratio of the cyan dye and 
the aromatic compound having a carboxyl group and/or a salt 
thereof is from 1:0.1 to 1:10 in terms of the weight ratio. 
[0021] 

(14) The ink composition as described in any one of 
(1) to (13), which further comprises a nonionic surfactant. 
[0022] 

(15) The ink composition as described in (14), 
wherein the nonionic surfactant is an acetylene glycol- 
based surfactant. 

[0023] 

(16) The ink composition as described in (14) or 
(15), which comprises the nonionic surfactant in an amount 
of 0.1 to 5 wt% based on the entire amount of the ink 
composition , 

[0024] 

(17) The ink composition as described in any one of 
(1) to (16), which further comprises a penetration 
accelerator. 
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[0025] 

(18) The ink composition as described in (17), 
wherein the penetration accelerator is a glycol ether. 
[0026] 

(19) The ink composition as described in any one of 
(1) to (18), wherein the pH of the ink composition at 20^C 
is from 8.0 to 10.5. 

[0027] 

(20) The ink composition as described in any one of 
(1) to (19), which is used in an Inkjet recording method. 
[0028] 

(21) The ink composition as described in (20), 
wherein the inkjet recording method is a recording method 
using an inkjet head which forms an ink droplet by 
mechanical deformation of an electrostrictive element. 

[0029] 

(22) An inkjet recording method comprising ejecting 
a liquid droplet of an ink composition, and attaching the 
liquid droplet onto a recording medium, thereby performing 
the recording, wherein the ink composition used is the ink 
composition described in any one of (1) to (21) . 

(23) Recorded matter which is recorded by using the 
ink composition described in any one of (!) to (21) or 
recorded by the recording method described in (22) , 



13 



[Effects of the Invention] 
[0030] 

In the inlc composition of the present invention, a 
metal phthalocyanine-based dye represented by formula (1) 
is used as the coloring agent and an aromatic compound 
having a carboxyl group and/or a salt thereof is contained, 
whereby there is provided an excellent effect that the 
recorded matter obtained by using this ink composition is 
excellent in the fastness (mainly gas fastness and light 
fastness) of printed matter and assured of an image free 
from a bronzing phenomenon, 

[Best Mode for carrying out the Invention] 

[0031] 

The ink composition of the present invention 
comprises at least a cyan dye represented by the following 
formula (I) and an aromatic compound having a carboxyl 
group and/or a salt thereof in an aqueous medium comprising 
water or comprising water and a water-soluble organic 
solvent, and may further comprises, as needed, a humectant, 
a viscosity adjusting agent, a pH adjusting agent and other 
additives . 
[0032] 

The phthalocyanine compound represented by formula 
(I) for use in the ink composition of the present invention 
is described in detail below. 
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[0033] 

Formula (I) : 
[Chem. 5] 




[0034] 

In formula (I), Xx, X2, X3 and X4 each independently 
represents either -SO-Z or -SO2-Z, preferably -SO2-Z. 
[0035] 

Each Z independently represents a substituted or 
unsubstituted alkyl group, a substituted or unsubstituted 
cycloallcyl group, a substituted or unsubstituted alkenyl 
group, a substituted or unsubstituted aralkyl group, a 
substituted or unsubstituted aryl group or a substituted or 
unsubstituted heterocyclic group, preferably a substituted 
or unsubstituted alkyl group, a substituted or 
unsubstituted aryl group or a substituted or unsubstituted 
heterocyclic group, more preferably a substituted alkyl 
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group, a substituted aryl group or a substituted hetero- 
cyclic group, still more preferably a substituted alkyl 
group or a substituted aryl group, and most preferably a 
substituted alkyl group. 
[0036] 

The substituted or unsubstituted alkyl group repre- 
sented by Z is preferably an alkyl group having from 1 to 
30 carbon atoms. Examples of the substituent are the same 
as those of the substituent described later in the case 
where Yi, Y2, Y3 and Y4 may further have a substituent. 
[0037] 

The substituted or unsubstituted cycloalkyl group 
represented by Z is preferably a cycloalkyl group having 
from 5 to 30 carbon atoms. Examples of the substituent are 
the same as those of the substituent described later in the 
case where Z, Yi, Y2, Y3 and Y4 may further have a 
substituent . 
[0038] 

The substituted or unsubstituted alkenyl group 
represented by Z is preferably an alkenyl group having from 
2 to 30 carbon atoms. Examples of the substituent are the 
same as those of the substituent described later in the 
case where Z, Yi, Y2, Y3 and Y4 may further have a 
substituent. 
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[0039] 

The substituted or unsubstituted aralkyl group 
represented by Z is preferably an aralkyl group having from 
7 to 30 carbon atoms. Examples of the substituent are the 
same as those of the substituent described later in the 
case where Z, Yi, Y2, Y3 and Y4 may further have a 
substituent. 
[0040] 

The substituted or unsubstituted aryl group repre- 
sented by Z is preferably an aryl group having from 6 to 30 
carbon atoms. Examples of the substituent are the same as 
those of the substituent described later in the case where 
Z, Yi^ Y2/ Y3 and Y4 may further have a substituent. 
[0041] 

The heterocyclic group represented by Z is preferably 
a 5- or 6-membered heterocyclic group, and the ring may be 
further condensed with another ring and may be an aromatic 
heterocyclic ring or a non-aromatic heterocyclic ring. The 
heterocyclic group represented by Z is exemplified below in 
the form of a heterocyclic ring by omitting the substitu- 
tion position. The substitution position is not limited 
and, for example, pyridine may have a substituent at its 2- 
position, 3-position and 4-position. Examples of the 
heterocyclic ring include pyridine, pyrazine, pyrimidine, 
pyridazine, triazine, quinoline, isoquinoline, quinazoline. 
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cinnoline, phthalazine, quinoxaline, pyrrole, indole, furan, 
benzofuran, thiophene, benzothiophene, pyrazole, imidazole, 
benzimidazole, triazole, oxazole, benzoxazole, thiazole, 
benzothiazole, isothiazole, benzisothiazole, thiadiazole, 
isoxazole, benzisoxazole, pyrrolidine, piperidine, 
piperazine, imidazolidine and thiazoline. In particular, 
an aromatic heterocyclic group is preferred. Preferred 
examples thereof, when described in the same manner as 
above, include pyridine, pyrazine, pyrimidine, pyridazine, 
triazine, pyrazole, imidazole, benzimidazole, triazole, 
thiazole, benzothiazole, isothiazole, benzisothiazole and 
thiadiazole. 

These heterocyclic groups each may have a substituent, 
and examples of the substituent are the same as those of 
the substituent described later in the case where Z, Yi, Ya^ 
Y3 and Y4 each may further have a substituent. 
[0042] 

Yi, Y2, Y3 and Y4 each independently represents a 
hydrogen atom, a halogen atom, an alkyl group, a cycloalkyl 
group, an alkenyl group, an aralkyl group, an aryl group, a 
heterocyclic group, a cyano group, a hydroxy group, a nitro 
group, an amino group, an alkylamino group, an alkoxy group, 
an aryloxy group, an ami do group, an arylamino group, a 
ureido group, a sulf amoylamino group, an alkylthio group, 
an arylthio group, an alkoxycarbonylamino group, a 
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sulfonamido group, a carbamoyl group, an alkoxycarbonyl 
group, a heterocyclic oxy group, an azo group, an acyloxy 
group, a carbamoyloxy group, a silyloxy group, an 
aryloxycarbonyl group, an aryloxycarbonylamino group, an 
imido group, a heterocyclic thio group, a phosphoryl group, 
an acyl group, a carboxyl group or a sulfo group, and each 
group may further have a substituent. 

Among these, preferred are a hydrogen atom, a halogen 
atom, an alkyl group, an aryl group, a cyano group, an 
alkoxy group, an amido group, a ureido group, a sulfonamido 
group, a carbamoyl group, an alkoxycarbonyl group, a 
carboxyl group and a sulfo group, more preferred are a 
hydrogen atom, a halogen atom, a cyano group, a carboxyl 
group and a sulfo group, and most preferred is a hydrogen 
atom, 
[0043] 

In the case where Yi, Y2, Y3, Y4 and Z each is a group 
which may further have a substituent, each may further have 
the following substituent. 
[0044] 

Examples of the substituent include a halogen atom 
(e.g., chlorine, bromine); a linear or branched alkyl group 
having a carbon number of 1 to 12, an aralkyl group having 
a carbon niomber of 7 to 18, an alkenyl group having a 
carbon number of 2 to 12, a linear or branched alkynyl 
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group having a carbon number of 2 to 12, a cycloalkyl group 
having a carbon number of 3 to 12 which may have a side 
chain, a cycloaikenyl group having a carbon number of 3 to 
12 which may have a side chain (specific examples of these 
groups include methyl, ethyl, propyl, isopropyl, tert-butyl, 
2-methylsulfonylethyl, 3-phenoxypropyl, trif luoromethyl and 
cyclopentyl) ; an aryl group (e.g., phenyl, 4-tert- 
butylphenyl, 2, 4-di-tert-amylphenyl) ; a heterocyclic group 
(e.g., imidazolyl, pyrazolyl, triazolyl, 2-furyl, 2~thienyl, 
2-pyrimidinyl, 2-benzothiazolyl) ; an alkyloxy group (e.g., 
methoxy, ethoxy, 2-methoxyethoxy, 2-methylsulf onylethoxy) , 
an aryloxy group (e.g., phenoxy, 2-'methylphenoxy, 4-tert- 
butylphenoxy, 3-nitrophenoxy , S-tert-butyloxycarbonyl- 
phenoxy, 3-methoxycarbonylphenoxy) ; an acylamino group 
(e.g., acetamido, benzamido, 4- {3-tert-butyl-4-hydroxy- 
phenoxy) butanamido) ; an alkylamino group (e.g., methylamino, 
butylamino, diethylamino, methylbutylamino) ; an anilino 
group (e.g., phenylamino, 2-chloroanilino) ; a ureido group 
(e.g., phenylureido, methylureido, N,N-dibutylureido) ; a 
sulfamoylamino group (e.g., N, N-dipropyisulf amoylamino) ; an 
alkylthio group (e.g., methylthio, octylthio, 2- 
phenoxyethylthio) ; an arylthio group (e.g., phenylthio, 2- 
butoxy-5-tert-octylphenylthio, 2-carboxyphenylthio group) ; 
an alkyloxycarbonylamino group (e.g., methoxycarbonyl- 
amino) ; a sulfonamide group (e.g., methanesulf onamido. 
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benzenesulfonamido, p^-toluenesulf onamido) ; a carbamoyl 
group (e.g.,. N-ethylcarbamoyl, N, N-dibutylcarbamoyi) ; a 
sulfamoyl group (e.g., N-ethylsulf amoyl, N,N-dipropyl- 
sulfamoyl, N^N-diethylsulfamoyl) ; a sulfonyl group (e.g., 
methylsulfonyl, octylsulf onyl, phenylsulf onyl, 4-raethyl- 
phenylsulfonyl) ; an alkyloxycarbonyl group (e.g., 
methoxycarbonyl , butyloxycarbonyl) ; a heterocyclic oxy 
group (e.g., l-phenyltetrazol-5-oxy, 2-tetrahydro- 
pyranyloxy) ; an azo group (e.g., phenylazo group, 4- 
methoxyphenylazo group, 4-pivaloyiaminophenylazo, 2- 
hydroxy-4-propanoylphenylazo) ; an acyloxy group (e.g., 
acetoxy) ; a carbamoyloxy group (e.g., N-methylcarbamoyloxy, 
N-phenylcarbaraoyloxy) ; a silyloxy group (e.g., trimethyl- 
silyloxy, dibutylmethylsilyloxy) ; an aryloxycarbonylamino 
group (e.g., phenoxycarbonylamino) ; an imido group (e.g., 
N-succinimido, N -pht ha 1 imido) ; a heterocyclic thio group 
(e.g., 2-benzothiazolylthio, 2 , 4-"di-phenoxy~l, 3, 5-triazole- 
6-thio, 2-pyridylthio) ; a sulfinyl group (e.g., 3- 
phenoxypropylsulfinyl) ; a phosphonyl group (e.g., phenoxy- 
phosphonyl, octyloxyphosphonyl, phenylphosphonyl) ; an 
aryloxycarbonyl group (e.g., phenoxycarbonyl) ; an acyl 
group (e.g., acetyl, 3-phenylpropanoyl, benzoyl); an ionic 
hydrophilic group (e.g., carboxyl, sulfo, quaternary 
ammonium, sulf onylsulfamoyl, acylsulfamoyl) ; a cyano group, 
a hydroxy group and an amino group. Among these 
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substituents^ preferred are a hydroxy group^ an alkoxy 
group, a sulfamoyl group, a sulfonamide group, an acylamino 
group, a carbamoyl group, a cyano group and an ionic 
hydrophilic group, more preferred are a sulfamoyl group and 
an ionic hydrophilic group. 
[0045] 

In formula (I), ai to and bi to b4 each represents 
the number of substituents Xi to X4 and Yi to Y4, ai to 
each independently represents an integer of 0 to 4, and bi 
to b4 each independently represents an integer of 0 to 4, 
provided that when ai to a4 and bi to b4 each is an integer 
of 2 or more, the plurality of Xi»s, Xa's, Xa's, X4's, Yi's, 
Ya's, Ys's or Y^' s may be the same or different. 
[0046] 

ai and bi satisfy the relationship of ai+bi~4 and each 
independently represents an integer of 0 to 4 . A 
combination where ai represents 1 or 2 and bi represents 3 
or 2 is preferred, and a combination where ai represents 1 
and bi represents 3 is most preferred, 
[0047] 

a2 and hz satisfy the relationship of a2+b2=4 and each 
independently represents an integer of 0 to 4 . A 
combination where a2 represents 1 or 2 and b2 represents 3 
or 2 is preferred, and a combination where a2 represents 1 
and b2 represents 3 is most preferred. 
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[0048] 

as and hs satisfy the relationship of a3+b3=4 and each 
independently represents an integer of 0 to 4 . A 
combination where as represents 1 or 2 and ba represents 3 
or 2 is preferred, and a combination where as represents 1 
and b3 represents 3 is most preferred. 
[0049] 

a4 and satisfy the relationship of a4+b4=4 and each 
independently represents an integer of 0 to 4. A 
combination where a4 represents 1 or 2 and b4 represents 3 
or 2 is preferred, and a combination where a4 represents 1 
and b4 represents 3 is most preferred. 
[0050] 

M represents a hydrogen atom, a metal element, a 
metal oxide, a metal hydroxide or a metal halide. 
[0051] 

M is, other than a hydrogen atom, preferably a metal 
element such as Li, Na, K, Mg, Ti, Zr, V, Nb, Ta, Cr, Mo, W, 
Mn, Fe, Co, Ni, Ru, Rh, Pd, Os, Ir, Pt, Cu, Ag, Au, Zn, Cd, 
Hg, Al, Ga, In, Si, Ge, Sn, Pb, Sb and Bi, an oxide such as 
VO and GeO, a hydroxide such as Si (OH) 2, Cr(0H)2 and Sn{0H)2/ 
or a halide such as AlCl, SiCla. VCl, VCI2, VOCl, FeCl, 
GaCl and ZrCl, more preferably Cu, Ni, Zn or Al, and most 
preferably Cu. 
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[0052] 

In the phthalocyanine compound represented by formula 
(I), PC (phthalocyanine ring) may form a diameter (e.g., 
Pc-M-L-M-Pc) or a trimer through L (a divalent linking 
group), and at this time, the plurality of M's may be the 
same or different. 
[0053] 

The divalent linking group represented by L is 
preferably an oxy group -0-, a thio group a carbonyl 

group -CO-, a sulfonyl group an imino group a 

methylene group -CH2- or a group formed by combining these 
groups . 
[0054] 

In formula (I), the molecular weight of the phthalo- 
cyanine compound is preferably from 750 to 3,000, more 
preferably from 995 to 2,500, still more preferably from 
995 to 2,000, and most preferably from 995 to 1,800. 
[0055] 

In the case where Pc (phthalocyanine ring) of the 
phthalocyanine compound represented by formula (I) forms a 
diameter (e.g., Pc-M-L-M-Pc) or a trimer through L (a 
divalent linking group), the preferred molecular weight, 
for example, the most preferred molecular weight, is 2 
times (in the case of dimer) or 3 times (in the case of 
trimer) the most preferred molecular weight described above 



24 



(frora 995 to 1,800). Here, the preferred molecular weight 
of the dimer or trimer is a value including the linking 
group L. 

[0056] 

In the phthalocyanine compound represented by formula 
(I), at least one of Xi, X2, X3, X4, Yi, Y2, Y3 and Y4 is an 
ionic hydrophilic group or a group having an ionic 
hydrophilic group as a substituent. 
[0057] 

Examples of the ionic hydrophilic group as a 
substituent include a sulfo group (-S03"X"'}, a carboxyl 
group (-C02"X'*') , a quaternary ammonium group ('-N'*"RR' R"X") , 
an acylsulfamoyl group (-S02N'*'X"C0R) , a sulf onylcarbamoyl 
group (-C0N'^X"S02R) and a sulf onylsulf amoyl group (-S02N'^X~ 
SO2R) . Among these, preferred are a sulfo group, a 
carboxyl group and a quaternary ammonium group, more 
preferred is a sulfo group. The sulfo group, the carboxyl 
group, the acylsulfamoyl group, the sulf onylcarbamoyl group 
and the sulf onylsulf amoyl group each may be in the state of 
a salt, and examples of the counter ion forming the salt 
include an alkali metal ion (e.g., sodium ion, potassium 
ion, lithium ion), an ammonium ion, an organic cation (e.g*, 
tetramethylguanidinium ion) and an organic and/or inorganic 
anion (e.g., halogen ion, methanesulf onate ion, benzene- 
sulfonate ion) . Incidentally, X in the parenthesis above 
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represents a hydrogen atom or a counter ion, and R, R' and 

R" each represents a substituent. 

[0058] 

The phthalocyanine compound represented by formula 
(I) has good solubility or dispersibility in an aqueous 
solvent, because at least one ionic hydrophilic group or at 
least one group having an ionic hydrophilic group as a 
substituent is present within one molecule. From this 
standpoint, the phthalocyanine compound represented by 
formula (I) is preferably a compound having at least two 
ionic hydrophilic groups within one molecule, more 
preferably a compound where out of a plurality of ionic 
hydrophilic groups, at least one ionic hydrophilic group is 
a sulfo group, and most preferably a compound having at 
least two sulfo groups within one molecule* 
[0059] 

The compound particularly preferred as the phthalo- 
cyanine compound represented by formula (I) is a compound 
having a combination of the following (a) to {f ) : 
[0060] 

(a) Xi to X4 each is independently preferably -SO2- 

Z; 

(b) each Z is independently a substituted or 
unsubstituted alkyl group, a substituted or unsubstituted 
aryl group, or a substituted or unsubstituted heterocyclic 



26 



group, preferably a substituted alkyl group, a substituted 
aryl group or a substituted heterocyclic group, and most 
preferably a substituted alkyl group; 

(c) Yi to Y4 each is independently preferably a 
hydrogen atom, a halogen atom, an alkyl group, an aryl 
group, a cyano group, an alkoxy group, an amido group, a 
ureido group, a sulfonamido group, a carbamoyl group, a 
sulfamoyl group, an alkoxycarbonyl group, a carboxyl group 
or a sulfo group, more preferably a hydrogen atom, a 
halogen atom, a cyano group, a carboxyl group or a sulfo 
group, and most preferably a hydrogen atom; 

(d) ai to a4 each is independently preferably 1 or 
2, more preferably 1, and bi to b4 each is independently 
preferably 3 or 2, more preferably 3; 

(e) M is preferably Cu, Ni, Zn or Al, and most 

preferably Cu; and 

(f) the molecular weight of the phthalocyanine 
compound is preferably from 750 to 3,000, more preferably 
from 995 to 2,500, still more preferably from 995 to 2,000, 
and most preferably from 995 to 1,800. 

[0061] 

As for the preferred combination of substituents in 
the compound represented by formula (I), a compound where 
at least one substituent out of various substituents is a 
preferred group described above is preferred, a compound 
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where a larger number of various substituents are a 
preferred group described above is more preferred^ and a 
compound where all substituents are a preferred group 
described above is most preferred. 
[0062] 

Among the phthalocyanine compounds represented by 
formula (I) ^ a phthalocyanine compound having a structure 
represented by the following formula (III) is preferred. 
The phthalocyanine compound represented by formula (III) 
for use in the present invention is described in detail 
below. 
[0063] 

Formula (III) : 



[Chem, 6] 




(X22) ^22 
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[0064] 

In formula (III), X21, X22/ X23 and X24 each 
independently represents either -SO-Z or -SO2-Z, preferably 
-SO2-Z. 

Z has the same meaning as Z in formula (I), and 
preferred examples are also the same, 
[0065] 

Y21 to Y28 each independently has the same meaning as 
^2, Y3 and Y4 in formula (I), and preferred examples are 
also the same, 

a2i to 324 satisfy 4<a2i+a22+a23+a24^8, preferably 
4<a2i+a22+a23+a24<6, and each independently represents an 
integer of 1 or 2. It is particularly preferred that 

a2i=a22=a23'=a24"l • 
[0066] 

M has the same meaning as M in formula (I) . 
At least one of X21, X22A Xas^ X24/ Y21, Y22/ ^23r ^25f ^zsr 
Y21 and Y28 is an ionic hydrophilic group or a group having 
an ionic hydrophilic group as a substituent. 

Examples of the ionic hydrophilic group are the same 
as those for Xi, X2/ X3 and X4- in formula (I), and preferred 
examples are also the same. 
[0067] 

The phthalocyanine compound represented by formula 
(III) has good solubility or dispersibility in an aqueous 
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solvent, because at least one ionic hydrophilic group or at 
least one group having an ionic hydrophilic group as a 
substituent is present within one molecule. From this 
standpoint, the phthalocyanine compound represented by 
formula (III) is preferably a compound having at least two 
ionic hydrophilic groups within one molecule, more 
preferably a compound where out of a plurality of ionic 
hydrophilic groups, at least one ionic hydrophilic group is 
a sulfo group, and most preferably a compound having at 
least two sulfo groups within one molecule* 
[0068] 

In formula (III), the molecular weight of the 
phthalocyanine compound is preferably from 750 to 3,000, 
more preferably from 995 to 2,500, still more preferably 
from 995 to 2,000, and most preferably from 995 to 1,800. 

In the case where Pc (phthalocyanine ring) of the 
phthalocyanine compound represented by formula (III) for 
use in the present invention forms a diameter (e.g., Pc-M- 
L-M-Pc) or a trimer through L (a divalent linking group) , 
the preferred molecular weight, for example, the most 
preferred molecular weight, is 2 times (in the case of 
dimer) or 3 times (in the case of trimer) the most 
preferred molecular weight described above (from 995 to 
1,800). Here, the preferred molecular weight of the dimer 
or trimer is a value including the linking group L. 
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[0069] 

The compound particularly preferred as the phthalo- 
cyanine compound represented by formula (III) is a compound 
having a combination of the following (a) to (f ) : 
[0070] 

(a) X21 to X24 each is independently preferably - 

(b) each Z is independently preferably a 
substituted or unsubstituted alkyl group, a substituted or 
unsubstituted aryl group, or a substituted or unsubstituted 
heterocyclic group, more preferably a substituted alkyl 
group, a substituted aryl group or a substituted hetero- 
cyclic group, and most preferably a substituted alkyl 
group; 

(c) Y21 to Y28 each is independently preferably a 
hydrogen atom, a halogen atom, an alkyl group, an aryl 
group, a cyano group, an alkoxy group, an amido group, a 
ureido group, a sulfonamide group, a carbamoyl group, a 
sulfamoyl group, an alkoxycarbonyl group, a carboxyl group 
or a sulfo group, more preferably a hydrogen atom, a 
halogen atom, a cyano group, a carboxyl group or a sulfo 
group, and most preferably a hydrogen atom; 

(d) an to ai4 each is independently preferably 1 or 
2 and more preferably, aii=ai2-ai3=ai4=l; 
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(e) M is preferably Cu, Ni, Zn or Al, and most 
preferably Cu; and 

(f) the molecular weight of the phthalocyanine 
compound is preferably from 750 to 2,500, more preferably 
from 995 to 2,500, still more preferably from 995 to 2,000, 
and most preferably from 995 to 1,800. 

[0071] 

As for the preferred combination of substituents in 
the compound represented by formula (III), a compound where 
at least one substituent out of various substituents is a 
preferred group described above is preferred, a compound 
where a larger number of various substituents are a 
preferred group described above is more preferred, and a 
compound where all substituents are a preferred group 
described above is most preferred. 
[0072] 

Among the phthalocyanine compounds represented by 
formula (III), a phthalocyanine compound having a structure 
represented by the following formula (IV) is preferred- 
The phthalocyanine compound represented by formula (IV) for 
use in the present invention is described in detail below. 
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[0073] 

Formula (IV) : 

[Chem. 7] 

{S(0)q4Z.4}a34 




[0074] 

In formula (IV), Zi, Z2, Z3 and each independently 
has the same meaning as Z in formula (I), and preferred 
examples are also the same. 
[0075] 

qi/ q2r qa and q4 each independently represents an 
integer of 1 or 2, preferably 2, and most preferably 
qi=q2~q3='q4='2 . 

a3i, a32/ aas and 334 each independently represents an 
integer of 1 or 2, preferably 1, and it is. most preferred 
that a3i=a32-a33=a34=l . 
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[0076] 

M has the same meaning as M in formula (I) . 

At least one of Zi, Zz, Z3 and Z4 has an ionic 
hydrophilic group as a substituent. 

Examples of the ionic hydrophilic group are the same 
as those for Z in formula (I), and preferred examples are 
also the same. 

The molecular weight of the phthalocyanine compound 
is preferably from 750 to 2,500, more preferably from 995 
to 2,500, still more preferably from 995 to 2,000, and most 
preferably from 995 to 1,800. 
[0077] 

Among the phthalocyanine compounds represented by 
formula (I) for use in the present invention, a compound 
represented by the following formula (II) is more preferred. 
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[0078] 

Formula (11) : 

[Chem. 8] 

,^1 




R3 



wherein M has the same meaning as in formula (I), Ri to R4 
each independently represents -SO2Z, and Z has the same 
meaning as in formula (I), with preferred examples thereof 
being also the same, provided that at least one of four Z's 
has an ionic hydrophilic group as a substituent. 
[0079] 

Among these compounds, preferred is a compound where 
M in formula (II) is a copper element and Z an ionic 
hydrophilic group as a substituent is a sulfoalkyl group, 
and more preferred is a compound where the sulfo group is 
in the salt state and the counter cation forming the salt 
is a lithium cation. 
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[0080] 

The phthalocyanine compound represented by the 
following formula (V) , which can be used in the present 
invention, is synthesized, for example, by reacting a metal 
derivative represented by M-(Y)d with a phthalonitrile 
compound represented by the following formula (VI) and/or a 
diirainoisoindoline derivative represented by the following 
formula (VII) , In the formulae, Z and Zi to Z4 each has the 
same meaning as Z in formula (I), and M has the same 
meaning as M in formula (I) * Y represents a monovalent or 
divalent ligand such as halogen atom, acetate anion, 
acetylacetonate and oxygen, and d is an integer of 1 to 4 . 
Examples of the metal derivative represented by M-(Y)d 
include a halide, a carboxylic acid derivative, a sulfate, 
a nitrate, a carbonyl compound, an oxide and a complex of 
Al, Si, Ti, V, Mn, Fe, Co, Ni, Cu, Zn, Ge, Ru, Rh, Pd, In, 
Sn, Pt and Pb. Specific examples thereof include copper 
chloride, copper bromide, copper iodide, nickel chloride, 
nickel bromide, nickel acetate, cobalt chloride, cobalt 
bromide, cobalt acetate, iron chloride, zinc chloride, zinc 
bromide, zinc iodide, zinc acetate, vanadium chloride, 
vanadium oxytrichloride, palladium chloride, palladium 
acetate, aliominum chloride, manganese chloride, manganese 
acetate, acetylacetone manganese, manganese chloride, lead 
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chloride^ lead acetate, indium chloride, titanium chloride 
and tin chloride. 
[0081] 

[Chem* 9] 




Formula {V) 



Formula (VII) 

[0082] 

The thus-obtained compound represented by formula (V) 
is usually a mixture of compounds represented by the 
following formulae (a)-! to (a) -4, which are isomers with 
respect to the substitution positions of Ri(S02-Zx), R2(S02- 

Z2), R3(S02-Z3) and R4(S02-Z4). 

Furthermore, in the case of preparing a dye by using 
two or more different kinds of compounds represented by 
formula (VI) and/or formula (VII), which are differing in 
the substituent, the compound represented by formula (V) it 
a mixture of dyes differing in the kind and position of 
substituent . 
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[0083] 

[Chem. 10] 
Formula (a)-l: 




Formula (a) -2: 




38 



Formula (a) -3: 

R4 




R2 

Formula (a) -4: 

R4 




R2 



[0084] 

Examples of the cyan dye for use in the present 
invention include compounds having corresponding structures 
described in JP 2002-249677 A, JP 2003-213167 A, JP 2003- 
213168 A and Japanese Patent Application No. 2003-13792. 
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Particularly preferred compounds are shown in Tables below. 
The compounds shown in Tables 1 and 2 can be synthesized by 
the method described in these publications or in the 
specification. Of course, the starting compound, the dye 
intermediate and the synthesis method are not limited to 
those described therein. 
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[0086] 



[Table 2] 



In 




SO2R 





M 


Ri 


n 


R2 


m 


Compound F 


Cu 


~ (CH2)3S03Li 


3 


- (CH2) 3SO2NHCH2CH (OH) CH3 


1 


Compound G 


Cu 


- {CH2)3S03Li 


2 


- (CH2) 3SO2NHCH2CH (OH) CH3 


2 


Compound H 


Cu 


-(CH2)3S03Li 


3 


- (CH2) 3SO2NHCH CCH3) CH2OH 


1 


Compound I 


Cu 


-(CH2)3S03Li 


2 


- (CH2) 3SO2NHCH (CH3) CH2OH 


2 


Compound J 


Cu 


-(CH2)3S03Li 


3 


-(CH2)3S02N(C2H4OH)2 


1 


Compound K 


Cu 


-{CH2)3S03Li 


3 


-{CH2)5C02Li 


1 



In the Table, the introduction of substituents 



(SO2R1) and (SO2R2) is in random order (isomers represented 
by formulae (a)-l to (a) -4 are shown), and m and n values 
are a charged molar ratio of phthalonitrile derivative used 
for the synthesis of phthalocyanine derivative. 

[0087] 

In general, when solid printing is performed on an 
Inkjet special recording medium (particularly, gloss-type 
recording medium) or the like by using an ink composition 
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containing a cyan dye, a bronzing phenomenon sometimes 
occurs- Out of the cyan dyes, a cyan dye having higher 
fastness both to light and gas tends to cause a stronger 
bronzing phenomenon at the time of performing solid 
printing on an inkjet special recording medium 
{particularly, gloss-type recording medium) or the like by 
using an ink composition containing the dye* 

In order to obtain inkjet recorded matter excellent 
in both light fastness and gas fastness, free of a bronzing 
phenomenon, assured of high image quality and furthermore 
capable of preventing discoloration in an oxidative gas 
atmosphere, for example, in the presence of ozone, nitrogen 
oxide or sulfur oxide present in air, this can be attained 
by incorporating an aromatic compound having a carboxyl 
group, which is described later, into the cyan dye. 
[0088] 

The content of the dye is determined according to the 
kind of compound represented by formula (I), the kind of 
solvent component or the like but is preferably from 0 . 1 to 
10 wt%, more preferably from 0.5 to 5 wt%, based on the 
entire weight of the ink composition. When the dye content 
is 0.1 wt% or more/ color formability and image density on 
a recording medium can be ensured, and when it is 10 wt% or 
less, the adjustment of viscosity of the ink composition is 
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facilitated and the properties such as ejection reliability 

and clogging resistance can be easily assured. 

[0089] 

The ink composition of the present invention 
comprises at least one aromatic compound having a carboxyl 
group or a salt thereof so as to weaken or eliminate a 
bronzing phenomenon as encountered in performing solid 
printing by using the above-described ink composition 
containing a cyan dye. 

In the present invention, as long as the ink 
composition comprises water, a cyan dye represented by 
formula (I) and at least one aromatic compound having a 
carboxyl group or a salt thereof, the bronzing phenomenon 
as encountered in the solid printing can be weakened or 
eliminated even if it is an ink composition for a color 
different from cyan, such as black ink composition, 
needless to say about a cyan ink composition. For 
producing these various ink compositions, the cyan dye can 
be used in combination with other conventionally known dyes. 
[0090] 

The aromatic compound having a carboxyl group or a 
salt thereof for use in the present invention may be any 
compound as long as it is an aromatic compound having at 
least one carboxyl group within the molecular structure or 
a salt thereof, but an aromatic compound having one 
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carboxyl group or an aromatic compound having a naphthalene 
skeleton is preferred. Also, an aromatic compound having a 
carboxyl group and an -OR group (R is a hydrogen atom or an 
alkyl group having a carbon number of 1 to 6) on the 
naphthalene skeleton is preferred, and the compound having 
a- naphthalene skeleton or a salt thereof preferably 
contains one carboxyl group and one -OR group. Furthermore, 
a compound having a carboxyl group at its 2-position and 
having a naphthalene skeleton or a salt thereof is more 
preferred, and an alkali metal salt of a compound having a 
carboxyl group at its 2-position and having a naphthalene 
skeleton is more preferred, Among the alkali metal salts 
of a compound having a carboxyl group at its 2-position and 
having a naphthalene skeleton, a lithium salt is preferred 
not only in aspects of improvement of anti-bronzing 
property but also in aspects of clogging resistance. 
[0091] 

Specific examples of the aromatic compound having a 
carboxyl group or a salt thereof include 2-hydroxy-l- 
naphthoic acid, l-hydroxy-2-naphthoic acid, 1-naphthoic 
acid, 2-naphthoic acid, 3-hydroxy-2 -naphthoic acid, 6- 
hydroxy-2-naphthoic acid, 3-methoxy-2-naphthoic acid, 6- 
methoxy-2-naphthoic acid, 6-ethoxy-2 -naphthoic acid, 6- 
propoxy-2-naphthoic acid, 4-hydroxybenzoic acid, 2,6- 
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naphthalenedicarboxylic acid, and a salt (particularly, 
lithium salt) thereof. 

The salt of the aromatic compound having a carboxyl 
group may be added in the form of a salt and incorporated 
into ink or the aromatic compound having a carboxyl group 
and a base may be added separately and incorporated into 
ink- 
[0092] 

The content of the aromatic compound having a 
carboxyl group and/or a salt thereof is preferably from 0.1 
to 10 wt%, more preferably from 0.5 to 5 wt%, based on the 
entire weight of the ink composition, though this content 
is determined according to the kind of the aromatic 
compound having a carboxyl group and/or a salt thereof, the 
kind of the dye, the kind of the solvent component or the 
like . 
[0093] 

In the ink composition of the present invention, the 
content ratio of the cyan dye and the aromatic compound 
having a carboxyl group and/or a salt thereof is preferably 
from 1:0.1 to 1:10, more preferably from 1:0.3 to 1:6. 
When the ratio of the aromatic compound having a carboxyl 
group and/or a salt thereof is 1:0.1 or more, a 
sufficiently high effect of improving the bronzing 
phenomenon can be obtained, and when the ratio of the 
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aromatic compound having a carboxyl group and/or a salt 
thereof is 1:10 or less, clogging reliability and the like 
can be easily ensured. 
[0094] 

In order to stably dissolve a predetermined amount of 
the dye and a predetermined amount of the aromatic compound 
having a carboxyl group and/or a salt thereof, the pH 
(20^*0) of the ink composition is preferably 8 . 0 or more. 
Also, considering the material resistance against various 
members with which the ink composition comes into contact, 
the pH of the ink composition is preferably 10.5 or less* 
In order to more successfully attain both the stable 
dissolution and the material resistance, the pH of the ink 
composition is more preferably adjusted to from 8.5 to 10.0. 
[0095] 

The ink composition of the present invention may 
further contain a humectant selected from a water-soluble 
organic solvent having a vapor pressure smaller than that 
of pure water and/or saccharides* 

By virtue of containing a humectant, the evaporation 
of water can be suppressed and the ink can retain moisture 
in the Inkjet recording system. Also, when the humectant 
is a water-soluble organic solvent, the ejection stability 
may be improved or the viscosity may be easily varied 
without causing any change in the ink properties. 
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[0096] 

The water-soluble organic solvent means a medium 
having a function of dissolving a solute and is selected 
from water-soluble organic solvents having a vapor pressure 
smaller than that of water. Specific preferred examples 
thereof include polyhydric alcohols such as ethylene glycol r 
propylene glycol, butanediol, pentanediol, 2-butene-lr 4- 
diol r 2-methyl-2 , 4-pentanediol , glycerin, 1,2, 6-hexanetriol , 
diethylene glycol, triethylene glycol and dipropylene 
glycol; ketones such as acetonylacetone; esters such as 
butyrolactone and triethyl phosphate; a furfuryl alcohol, a 
tetrahydrofurfuryl alcohol and a thiodiglycol . 
[0097] 

Preferred examples of the saccharides include 
maltitol, sorbitol, gluconolactone and maltose. 

The humectant is preferably added in an amount of 5 
to 50 wt%, more preferably from 5 to 30 wt%, still more 
preferably from 5 to 20 wt%, based on the entire amount of 
the ink composition. When the amount added thereof is 5 
wt% or more, moisture retentivity can be obtained, and when 
it is 50 wt% or less, the viscosity can be easily adjusted 
to a viscosity for use in the Inkjet recording. 
[0098] 

The ink composition of the present invention 
preferably comprises a nitrogen-containing organic solvent 
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as the solvent. Examples of the nitrogen-containing 
organic solvent include 1, 3-ciiinethyl-2-imidazolidinone, 2- 
pyrrolidone, N-raethyl~2-pyrrolidone and s-caprolactam. 
Among these, 2-pyrrolidone is preferred. One of these 
nitrogen-containing organic solvents may be used alone, or 
two or more thereof may be used in combination. 

The content of the nitrogen-containing organic 
solvent is preferably from 0.5 to 10 wt%, more preferably 
from 1 to 5 wt%. When the content of this solvent is 0.5 
wt% or more, the solubility of the coloring material for 
use in the present invention can be improved by the 
addition, and when it is 10 wt% or less, the material 
resistance against various members with which the ink 
composition comes into contact is not worsened. 
[0099] 

The ink composition of the present invention 
preferably contains a nonionic surfactant as an additive 
effective for obtaining swift fixing (penetrability) of the 
ink and maintaining the circularity of one dot. 
[0100] 

Examples of the nonionic surfactant for use in the 
present invention include an acetylene glycol-based 
surfactant. Specific examples of the acetylene glycol- 
based surfactant include Surfynol 465, Surfynol 104 (trade 
names, both are produced by Air Products and Chemicals, 
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Inc.}, Olfine STG and Olfine PDOOl (trade names, both are 
produced by Nisshin Chemical Industry Co,)- The amount of 
the nonionic surfactant added is preferably from 0.1 to 5 
wt%r more preferably from 0.5 to 2 wt%. When the amount 
added thereof is 0.1 wt% or more, sufficiently high 
penetrability can be obtained, and when it is 5 wt% or less, 
generation of image blurring can be easily prevented. 
[0101] 

In addition to the nonionic surfactant, by adding 
glycol ethers as the penetration accelerator, penetrability 
is more enhanced and on performing color printing, bleeding 
at the boundary between adjacent color inks is reduced and 
a very sharp image can be obtained - 
[0102] 

Examples of the glycol ethers which can be used in 
the present invention include ethylene glycol monobutyl 
ether, diethylene glycol monobutyl ether, triethylene 
glycol monoethyl ether, propylene glycol monomethyl ether, 
dipropylene glycol monoethyl ether, propylene glycol 
monobutyl ether, dipropylene glycol monobutyl ether and 
triethylene glycol monobutyl ether. The amount of the 
glycol ether added is from 3 to 30 wt%, preferably from 5 
to 15 wt%. If the amount added thereof is less than 3 wt%, 
the effect of preventing bleeding cannot be obtained, 
whereas if it exceeds 30 wt%, not only image blurring is 
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generated but also oily separation occurs and a dissolution 
aid such as glycol ethers is required, as a result, the 
viscosity of the ink is increased and the ink can be hardly 
ejected by the Inkjet head. 
[0103] 

Furthermore, a pH adjusting agent such as triethanol- 
amine and a hydroxide of alkali metal, a hydrotropy agent 
such as urea and a derivative thereof, a water-soluble 
polymer such as sodium alginate, a water-soluble resin, a 
fluorine-containing surfactant, an antifungal agent, a rust 
inhibitor and the like may be added to the ink composition 
of the present invention, if desixed. 
[0104] 

The ink composition of the present invention may be 
prepared, for example, by a method of thoroughly mixing and 
dissolving respective components, filtering the resulting 
solution under pressure through a membrane filter having a 
pore diameter of 0.8 pm, and then performing a deaeration 
treatment with the use of a vacuum pump. 
[0105] 

The recording method of the present invention using 
the above-mentioned ink composition is described below. In 
the recording method of the present invention, an Inkjet 
recording system of ejecting the ink composition in the 
form of liquid droplets from fine orifices, and attaching 
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the liquid droplets onto a recording medium, thereby 
performing the recording, can be suitably used, but the 
recording method is of course usable also for applications 
such as general writing tool, recorder and pen plotter. 
[0106] 

As for the Inkjet recording system, any conven- 
tionally known system can be employed. Particularly, 
excellent image recording can be performed by a method 
where liquid droplets are ejected by using vibration of a 
piezoelectric element (a recording method using an Inkjet 
head which forms an ink droplet by mechanical deformation 
of an electrostrictive element), or by a method using heat 
energy. 
[Examples] 
[0107] 

The present invention is described in greater detail 
below by referring to Examples and Comparative Examples. 

However, the present invention should not be 
construed as being limited to the following Examples. 
[0108] 

[Examples 1 to 17 and Comparative Examples 1 to 5] 

Ink compositions of Examples 1 to 17 and Comparative 
Examples 1 to 5 each was prepared by mixing and dissolving 
respective components at a blending ratio shown in Table 3 
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and filtering the resulting solution under pressure through 
a membrane filter having a pore diameter of 1 |xm. 
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[0110] 

In the Table, each component in the ink composition 
is shown by wt% of each component based on the entire 
amount of the ink composition, and the balance is water- 
[0111] 

The ink compositions of Examples 1 to 17 and 
Comparative Examples 1 to 5 each was filled in a special 
cartridge (cyan chamber) for an inkjet printer EM930C 

(manufactured by Seiko Epson Corporation) , and printing was 
performed by using the printer on an inkjet special 
recording medium {Premium Glossy Photo Paper and Glossy 
Film, both are produced by Seiko Epson Corporation) . The 
printed matter was subjected to respective evaluations. 
The results obtained are shown in Table 4 , 

[0112] 

<Evaluation of Bronzing> 

Solid printing was performed by using the cartridge 
above to give a hitting amount of 1,5 to 2.2 mg per 1 inch- 
square, and the resulting printed matter was measured 
(measuring angle: 60*") by using a gloss meter (PG-IM, 
manufactured by Nippon Denshoku Industries Co., Ltd.) to 
determine the glossiness. The printing was performed in an 
environment of 25''C and 4 0% RH, 

The value obtained from the glossiness according to 
the following formula was used as the bronzing criterion. 
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[0113] 

Glossiness (printed matter) - glossiness (recording medium) 
[Criteria] 

A: less than 15 

B: from 15 to less than 35 

C: from 35 to less than 55 

D: 55 or more 

[0114] 

<Evaluation of Ozone Fastness> 

Using the cartridge above, printing was performed by 
adjusting the applied duty to give an OD (optical density) 
falling within the range from 0.9 to 1,1. The resulting 
printed matter was exposed for a predetermined time (6 
hours, 12 hours) by using an ozone weather meter Model OMS- 
H (trade name, manufactured by Suga Test Instruments Co,, 
Ltd,) under the conditions of 24°C, a relative humidity of 
60% RH and an ozone concentration of 20 ppm. 

After the exposure, OD of each printed matter was 
measured by a densitometer ("Spectrolino", manufactured by 
Gretag) , and the residual optical density (ROD) was 
determined according to the following formula and evaluated 
according to the criteria shown below: 
[0115] 

ROD (%) = (D/Do)xlOO 
D: OD after exposure test 
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Do: OD before exposure test 
(provided that the measurement conditions were: filter: red, 
light source: D50 and viewing angle: 2**) . 
[Criteria] 

A: ROD was 90% or more. 

B: ROD was from 80% to less than 90%. 

C: ROD was from 70% to less than 80%. 

D: ROD was less than 70%. 

[0116] 

<Evaluation of Clogging Resistance> 

The cartridge above was loaded into an Inkjet printer 
EM930C (manufactured by Seiko Epson Corporation) and after 
confirming that the ink composition was normally ejected at 
the initial stage, the power source of the main body was 
turned off. Subsequently, the printer was left standing in 
an environment of 40^C and 20% RH while the ink cartridge 
was loaded therein. After standing for a predetermined 
time, EM930C was taken out and when the temperature dropped 
to ordinary temperature, the power source was turned on and 
whether the ink was normally ejected was examined. In the 
case where the ink was not normally ejected, a 
predetermined cleaning recovery operation for EM930C was 
effected and then, printing was performed. The member of 
cleaning recovery operations required until the ink could 
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be normally ejected was determined and evaluated according 
to the following criteria. 
[0117] 
[Criteria] 

A: The inJc was normally ejected after the power 
source was turned on or the cleaning operation was 
performed once. 

B: The ink was normally ejected after the cleaning 
operation was performed 2 or 3 times. 

C: The ink was normally ejected after the cleaning 
operation was performed from 4 to 6 times. 

D: The ink was not normally ejected even after the 
cleaning operation was performed 6 times. 
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[0118] 

[Table 4] 
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[Brief Description of the drawings] 
[0119] 

[Fig, 1] A view showing a spectral characteristic 
(absorption wavelength) of the dye (0,1. Direct Blue 199) 
used in Examples and Comparative Examples. 
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[Designation of Document] Drawing 
[Fig. 1] 




[Designation of Document] 



Abstract 



[Abstract] 

[Problem] To provide an ink composition capable of giving 
printed matter excellent in gas fastness and liglit fastness 
and free from generation of a bronzing plienomenon, an 
Inkjet recording method using the ink composition, and 
recorded matter which is recorded by the recording method. 
[Solving Means] An ink composition comprising at least 
water, a cyan dye represented by the formula shown below 
and an aromatic compound having a carboxyl group and/or a 
salt thereof; an Inkjet recording method .using the 
composition; and recorded matter which is recorded by the 
recording method. 
[Chem. 11] 
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